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(54) Process for producing lubricating base oils 

(57) Process for the preparation of lubricating base 
oils having a VI of at least 150 from a Fischer-Tropsch 
wax feed, which process comprises the steps of: 



(a) contacting the Fischer-Tropsch wax feed with a 
hydroconversion catalyst under hydroconversion 

(b) separating the hydroconverted effluent obtained 
in step (a) into at least one lighter fraction and a 
heavy fraction, and 

(c) dewaxing the heavy fraction to yield the base oil, 

wherein the Fischer-Tropsch wax feed has a congealing 
point of at least 50 °C and has such boiling range that 
the difference between the 90 %wt boiling point and the 
10 %wt boiling point (T 9 o-T 10 ) is in the range of from 40 
to150°C. 
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Description 

The present invention relates to a process for pro- 
ducing lubricating base oils from Fischer-Tropsch 
waxes, and in particular lubricating base oils having a 
viscosity index (VI) of at least 150. 

Processes for producing base oils having VPs 
above 150 from Fischer-Tropsch waxes are known in 
the art. For instance, in EP-A-0,51 5,256 a process for 
producing such base oils is disclosed, said process 
comprising the steps of: 

(a) contacting the synthetic or Fischer-Tropsch wax 
with hydrogen in the presence of an alumina-based 
hydroconversion catalyst; 

(b) contacting the effluent of step (a) with a hydro- 
isomerisation catalyst comprising a matrix, a spe- 
cific zeolite Y and a hydrogenation component; 

(c) separating the effluent of step (b) into at least 
one lighter fraction and a heavy fraction; and 

(d) dewaxing the heavy fraction thereby yielding the 
base oil and a wax fraction. This wax fraction may 
be partly or totally recycled to hydro-isomerisation 
step (b). 

The Fischer-Tropsch wax used as the feed in the work- 
ing examples of EP-A-0,51 5,256 has a broad boiling 
range (difference between 90 %wt boiling point and 10 
%wt boiling point is as high as 249 °C) which implies 
that a large variety of paraffinic molecules is present in 
said wax. Due to the presence of such large variety of 
different paraffinic molecules, it will be very difficult to 
meet the specifications as regards volatility when the 
base oils produced should be used as lubricating base 
oils. 

In US-A-4,943,672 a process is disclosed for pro- 
ducing lubricating base oils having a VI of at least 130 
from Fischer-Tropsch waxes, in which process the wax 
is first hydrotreated under severe conditions, then the 
hydrotreated wax is hydro-isomerised by contacting it 
with a fluorided Group VIII (noble) metal-on-alumina 
catalyst subsequently the effluent from the hydro-isom- 
erisation step is fractionated to produce a lubricating oil 
fraction and finally this lubricating oil fraction is dewaxed 
to produce the desired lubricating base oil. Unconverted 
wax recovered in the final dewaxing step may be recy- 
cled to the hydro-isomerisation step. The Fischer-Trop- 
sch wax used should be a high boiling wax, since it is 
the intention to convert in the severe hydrotreating step 
that material present in the wax that has a boiling point 
above about 565 °C. In the Example of US-4,943,672 a 
Fischer-Tropsch wax is used which was obtained as the 
370 °C+ fraction from the distillation of a Fischer-Trop- 
sch synthesis product. Accordingly, the waxes used as 
the feedstocks are relatively high boiling waxes having a 
broad boiling range and a large heavy tail. Due to the 
broad boiling range and particularly due to the large 
heavy tail present in the wax, the fractionation after the 
hydroisomerisation step, or -if applied- after the 



hydrofinishing step, should remove both the lightest 
fraction (boiling below 338 °C) and the heaviest fraction 
(boiling above 538 °C) from the hydroprocessed wax in 
order to obtain a final base oil product having accepta- 

5 We volatility properties. 

In US-A-5,059,299 a process for producing lubricat- 
ing base oils having a VI of at least 1 30 and a pour point 
of -21 °C or lower from waxy feeds is disclosed, in which 
process the waxy feed -after an optional hydrotreating 

10 step- is first isomerised in an isomerisation zone at a 
predefined level of conversion, the total product of the 
isomerisation zone is then fractionated yielding a lube 
fraction boiling in the luboil range (i.e. above 330 °C and 
preferably above 370 °C) and this lube fraction is finally 

75 solvent dewaxed to yield the desired lubricating base oil 
and unconverted wax. This unconverted wax may be 
recycled to the isomerisation zone. The wax used as the 
feed may be a synthetic wax from a Fischer-Tropsch 
process or could be a slack wax obtained from a dewax- 

20 ing process. No specific demands are made upon the 
Fischer-Tropsch waxes to be useful as a feed in the 
process disclosed. The Fischer-Tropsch wax used in 
Example 1 of US-A-5,059,299 is a high boiling wax hav- 
ing a relatively broad boiling range, which, as has 

25 already been stated above, results in the base oil prod- 
uct having unacceptable volatility properties. The isom- 
erisation catalyst used suitably comprises a 
hydrogenating component on a halogenated refractory 
oxide support The preferred catalyst is disclosed to be 

30 platinum on fluorided alumina. 

Although the prior art processes perform satisfac- 
tory in many respects, there is still room for optimisation 
and improvement The present invention aims to pro- 
vide such improved process. More specifically, the 

55 present invention aims to provide a process for prepar- 
ing base oils having a VI of at least 150 from a Fischer- 
Tropsch wax, which process involves a single hydro- 
processing stage and a fractionation stage, wherein 
only the lighter components need to be removed from 

40 the hydroprocessed effluent Furthermore, it is an 
object of the present invention to provide base oils hav- 
ing excellent properties, particularly in terms of VI and 
volatility, at commercially attractive yields. 

It has been found that these objects can be effec- 

45 tively achieved by using as the feed a specific Fischer- 
Tropsch wax having a relatively narrow boiling range 
and meeting certain requirements as to its congealing 
point 

Accordingly, the present invention relates to a proc- 
50 ess for the preparation of lubricating base oils having a 
VI of at least 150 from a Fischer-Tropsch wax feed, 
which process comprises the steps of: 

(a) contacting the Fischer-Tropsch wax feed with a 
55 hydroconversion catalyst under hydroconversion 

conditions, 

(b) separating the hydroconverted effluent obtained 
in step (a) into at least one lighter fraction and a 
heavy fraction, and 
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(c) dewaxing the heavy fraction to yield the base oil, 

wherein the Fischer-Tropsch wax feed has a congealing 
point of at least 50 °C and has such boiling range that 
the difference between the 90 %wt boiling point and the 
10 %wt boiling point (T 9 o-T 10 ) is in the range of from 40 
to150°C. 

The Fischer-Tropsch wax used as the feed for the 
present process, is obtained via the well-known 
Fischer-Tropsch hydrocarbon synthesis process. In 
general, such Fischer-Tropsch hydrocarbon synthesis 
involves the preparation of hydrocarbons from a mixture 
of carbon monoxide and hydrogen at elevated tempera- 
ture and pressure in the presence of a suitable catalyst 
The Fischer-Tropsch catalyst normally is selective for 
preparing paraffinic molecules, mostly straight-chain 
paraffins, and ^product from a Fischer-Tropsch syn- 
thesis reaction therefore usually is a mixture of a large 
variety of parafftnic molecules. Those hydrocarbons that 
are gaseous or liquid at room temperature are recov- 
ered separately, for instance as fuel gas (C 5 -) t solvent 
feedstocks and detergent feedstocks (up to C 17 ). The 
more heavy paraffins (C 18 +) are recovered as one pr 
more wax fractions, commonly referred to as Fischer- 
Tropsch wax(es) or synthetic wax(es). For the purpose 
of the present invention only those Fischer-Tropsch 
waxes are useful as the feed, which meet the aforemen- 
tioned requirements with respect to their boiling range 
and congealing point 

Within the limits defined hereinbefore, , preferred 
Fischer-Tropsch wax feeds are those having a congeal- 
ing point in the range of from 55 to 150 °C, preferably 
from 60 to 120 °C and/or such boiling range that the 
Tso-T 10 is in the range of from 50 to 130 °C. Those 
Fischer-Tropsch waxes melting below 100 °C, suitably 
have a kinematic viscosity at 100 °C (Vk1 00) of at least 
3 mnr^/s, preferably between 3 and 12 mA, more 
preferably between 4 and 10 mn^/s. Those Fischer- 
Tropsch waxes melting above 100 °C suitably have a 
kinematic viscosity at a temperature T, which is 1 0 to 20 
°C higher than their melting point, in the range of from 8 
to 15 mn^/s, preferably from 9 to 14 mn^/s. 

The hydroconversion catalyst used in step (a) may 
in principle be any catalyst known in the art to be suita- 
ble for isomerising paraffinic molecules. In general, suit- 
able hydroconversion catalysts are those comprising a 
hydrogenation component supported on a refractory 
oxide carrier, such as amorphous silica-alumina, alu- 
mina, fluorided alumina, molecular sieves (zeolites) or 
mixtures of two or more of these. One type of preferred 
catalysts to be applied in the hydroconversion step in 
accordance with the present invention are hydroconver- 
sion catalysts comprising platinum and/or palladium as 
the hydrogenation component. A very much preferred 
hydroconversion catalyst comprises platinum and palla- 
dium supported on an amorphous silica-alumina (ASA) 
carrier. The platinum and/or palladium is suitably 
present in an amount of from 0.1 to 5.0% by weight 
more suitably from 0.2 to 2.0% by weight, calculated as 



element and based on total weight of carrier. If both 
present; the weight ratio of platinum to palladium (calcu- 
lated as .element) may vary within wide limits, but suita- 
bly is in the range of from 0.05 to 10, more suitably 0.1 

5 to 5. Examples of suitable noble metal on ASA catalysts 
are, for instance, disclosed in WO-A-94/10264 and EP- 
A-0,582,347. Other suitable noble metal-based cata- 
lysts, such as platinum on a fluorided alumina carrier, 
are disclosed in e.g. US-A-5,059,299 and WO-A- 

10 92/20759. 

A second type of suitable hydroconversion cata- 
lysts are those comprising at least one Group VIB 
metal, preferably tungsten and/or molybdenum, and at 
least one non-noble Group VIII metal, preferably nickel 

75 and/or cobalt, as the hydrogenation component. Usually 
both metals are present as oxides, sulphides or a com- 
bination thereof. The Group VIB metal is suitably 
present in an amount of from 1 to 35% by weight, more 
suitably from 5 to 30% by weight, calculated as element 

20 and based on total weight of catalyst. The non-noble 
Group VIII metal is suitably present in an amount of 
from 1 to 25 %wt, preferably 2 to 15 %wt, calculated as 
element and based on total weight of carrier. A hydro- 
conversion catalyst of this type which has been found 

25 particularly suitable is a catalyst comprising nickel and 
tungsten supported on fluorided alumina. 

A third class of suitable hydroconversion catalysts 
are those based on an intermediate pore size zeolitic 
material, suitably comprising at least one Group VIII 

30 metal component, preferably Pt and/or Pd, as the hydro- 
genation component Suitable zeolitic materials, then, 
include ZSM-5, ZSM-22, ZSM-23, ZSM-35, SSZ-32, 
ferrierite, zeolite beta, mordenite and silica-alumino- 
phosphates, such as SAPO-11 and SAPO-31. Exam- 

35 pies of suitable hydroisomerisation catalysts are, for 
instance, described in WO-A-92/01657. 

The hydroconversion conditions applied in step (a) 
are those known to be suitable in hydro-isomerisation 
operations. Suitable conditions, then, involve operating 

40 temperatures in the range of from 275 to 450 °C, prefer- 
ably 300 to 425 °C, a hydrogen partial pressure in the 
range of from 10 to 250 bar, suitably 25 to 200 bar, a 
weight hourly space velocity (WHSV) in the range of 
from 0. 1 to 1 0 kg/l/h, preferably 0.2 to 5 kg/l/h, and a gas 

45 rate in the range of from 100 to 5,000 Nl/kg, preferably 
500 to 3,000 Nl/kg. 

In step (b) of the present process the hydrocon- 
verted effluent from step (a) is separated into at least 
one lighter fraction and a heavy fraction: The effective 

so cutpoirrt of the heavy fraction is suitably in the range of 
from 325 to 450 °C and even more suitably is in the 
range of from 350 to 420 °C, particularly when the lubri- 
cating base oils to be obtained are to be used in engine 
oils. The effective cutpoint of the heavy fraction is the 

55 temperature above which at least at least 85% by 
weight and preferably at least 90% by weight of the 
hydrocarbons present in this heavy fraction has its boil- 
ing point. This separation or fractionation can be 
achieved by techniques known in the art, such as 
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TABLE I 



Properties of Fischer-Tropsch 
wax 


T 10 (°C) 


432 


T5o(°C) 


482 


T90(°C) 


527 


T9o-Tio(°C) 


95 


CPt(°C) 


69 


Vk100 (mnrVs) 


5.67 



Example g 

The same Fischer-Tropsch wax as used in Example 
1 was contacted with a PtPd/ASA (0.3 %wt Pt. 1 %wt 
Pd. ASA: silica/alumina molar ratio is 55/45} catalyst at 
a temperature of 332 °C, whilst the other conditions 
were the same as applied in Example 1. The effluent 
was fractionated and the 390 °C+ fraction (obtained at a 
yield of 88.3% by weight based on total effluent) was 
subsequently solvent dewaxed using MEKfloluene at - 
20 °C. The resulting base oil had a VI of 167, a pour 
point of -15 °C, a kinematic viscosity at 100 °C (Vk100) 
of 4.86 mrn^s and a Noack volatility of 7.4% by weight 
Total yield of lubricating base oil amounted up to 39% by 
weight based on Fischer-Tropsch wax feed. 

Example 3 

The procedure of Example 2 was repeated except 
that the 390 °C+ fraction obtained was catalyticaily 
dewaxed instead of solvent dewaxed. Catalytic dewax- 
ing was carried out by passing said 390 °C+ fraction 
over a dewaxing catalyst comprising 0.7% by weight of 
Pt on silica-bound surface dealuminated ZSM-23 (70 
%wt surface dealuminated ZSM-23, 30 %wt silica; sur- 
face dealumination carried out according to the method 
disclosed in US. Patent No. 5,157,191 using ammo- 
nium hexafluorosilicate) at a temperature of 310 °C, a 
hydrogen partial pressure of 40 bar, a WHSV of 1 kg/l/h 
and a gas rate of 693 Nl/kg. 

The resulting base oil had a VI of 1 51 , a pour point 
of -27 °C, a kinematic viscosity at 100 °C (Vk100) of 
4.96 rnn^/s and a Noack volatility (as determined by 
CEC-L-40-T87) of 8.8% by weight Total yield of lubri- 
cating base oil amounted up to 62.4% by weight based 
on Fischer-Tropsch wax feed. 

Claims 

1 . Process for the preparation of lubricating base oils 
having a VI of at least 150 from a Fischer-Tropsch 



wax feed, which process comprises the steps of: 

(a) contacting the Fischer-Tropsch wax feed 
with a hydroconversion catalyst under hydro- 

5 conversion conditions, 

(b) separating the hydroconverted effluent 
obtained in step (a) into at least one lighter 
fraction and a heavy fraction, and 

(c) dewaxing the heavy fraction to yield the 
10 base oil, 

wherein the Fischer-Tropsch wax feed has a con- 
gealing point of at least 50 °C and has such boiling 
range that the difference between the 90 %wt boil- 
15 ing point and the 10 %wt boiling point (T9o-T 10 ) is in 
the range of from 40 to 150 °C. 

2. Process according to claim 1 , wherein Tgo-T^ is in 
the range of from 50 to 130 °C. 

20 

3. Process according to claim 1 or 2, wherein the 
Fischer-Tropsch wax feed has a congealing point in 
the range of from 55 to 150 °C, preferably from 60 
to 120 °C. 

25 

4. Process according to any one of the preceding 
claims, wherein the hydroconversion catalyst com- 
prises a hydrogenation component supported on a 
refractory oxide carrier. 

30 

5. Process according to claim 4, wherein the hydro- 
conversion catalyst comprises platinum and/or pal- 
ladium as the hydrogenation component 

35 6. Process according to claim 5, wherein the hydro- 
conversion catalyst comprises platinum and palla- 
dium supported on an amorphous silica-alumina 
carrier. 

40 7. Process according to daim 4, wherein the hydro- 
conversion catalyst comprises at least one Group 
VIB metal, preferably tungsten, and at least one 
non-noble Group VIII metal, preferably nickel, as 
the hydrogenation component. 

45 

8. Process according to any one of the preceding 
claims, wherein the heavy fraction is obtained in 
step (b) at an effective cutpoint in the range of from 
350 to 420 °C. 

50 

9. Process according to any one of the preceding 
claims, wherein the dewaxing in step (c) is carried 
out by solvent dewaxing. 

55 10. Process according to any one of claims 1 to 8, 
wherein the dewaxing in step (c) is carried out by 
catalytic dewaxing. 
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(54) Process for producing lubricating base oils 

(57) Process for the preparation of lubricating base 
oils having a VI of at least 150 from a FiscrW-Tropsch 
wax feed, which process comprises the steps of: 



(a) contacting the Rscher-Tropsch wax feed with a 
hydroconversion catalyst under hydroconversion 
conditions. 

(b) separating the hyd reconverted effluent obtained 
in step (a) into at least one lighter fraction and a 
heavy fraction, and 

(c) dewaxing the heavy fraction to yield the base oil. 

wherein the Rscher-Tropsch wax feed has a congealing 
point of at least 50 °C and has such boiling range that 
the difference between the 90 %wt boiling point and the 
10 %wt boiling point (T 9 o-T 10 ) is in the range of from 40 
to150°C. 
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